THE  MKTALLUKGY  OF GOLD.
Betimes warmed either by passing the flues from the boiler tires through :n from end to end, before leading the products of combustion to the •k, or by steam pipes.
The tailing is discharged into a sluice by which it is carried into a river, into the sea, or run into settling pits, or impounded behind dams, or •ated and piled in heaps. One of the latter courses is adopted, either ater is scarce, so that it is necessary to use it over again,, or if the discharge ailing is forbidden by law. When the tailing is rich enough to be sub-ed to further treatment, as is almost always the case in modern practice, i passed to the cyanide or concentration plant. Fora general discussion of stamp milling, see p. 2ui).* lip of the mortar for a fraction of a second. This is done by a trough (> inches wide applied bv hand. Automatic sampling would be better. Inother mills a portion of the stream of pulp is cauiiht dm inn the whole period of the run. Sampling troughs, basins, etc.. are preferably enamelled inside to prevent contamination (Smart).
